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(54) Tide: SILVER CHLORIDE PARTICLES 
(57) Abstract 

Disclosed herein are particles that include cores (for example, silver or 
nickel cores) having silver chloride substantially about the external surfaces 
thereof, each of the cores constituting at least 5 %, by weight, of each of 
the particles and being composed of a material other than silver chloride. 
In addition, these particles are substantially non-planar in shape and have 
substantially rounded edges. Also disclosed are methods for producing such 
silver chloride particles involving oxidation of all or a part of the outer, 
silver portion of a silver or silver-coated particulate starting material by 
treatment with a chloride -containing oxidizing compound, preferably sodium 
hypochlorite. 
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SILVER CHLORIDE PARTICLES 
Background of the Invention 
This invention relates to particles having a 
5 partial or complete silver chloride outer layer, as well 
as to methods for their use and manufacture. 

Typically, silver chloride is produced by 
precipitation from an aqueous solution of silver nitrate 
by addition of chloride ion in the form of hydrochloric 
10 acid or a suitable alkali metal halide salt such as 
sodium or potassium chloride. When so produced, the 
silver chloride precipitates as irregularly-shaped 
crystals of non-uniform size. Additionally, since the 
precipitation is usually quantitative, the resulting 
15 particles . consist of essentially pure silver chloride 
with no free silver metal present. The final particle 
size of the precipitate is very much dependent on a 
number of experimental conditions, including order of 
reagent addition, concentration, chloride ion source, 
20 reaction temperature, settling and "aging" times, and 
isolation and drying conditions. Accordingly, particle 
size generally varies, both between and within 
precipitated silver chloride batches. 

Traditionally, silver chloride has been utilized, 
25 either as a mixture with silver powder or in combination 
with a silver layer, in the production of reference 
electrodes for the electrochemical analysis of various 
analytes. In one particular example, these sensors are 
incorporated into test devices for the monitoring of 
3 0 blood glucose levels. 

Summary of the Invention 
In general, the invention features particles that 
include cores (for example, silver, nickel, or organic 
plastic cores) having silver chloride substantially about 
35 their external surfaces. In these particles, at least 5% 
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oy weight, (preferably, 5-30%. and, more preferably, 20%) 
of the particle is the core material, and this core 
material is not silver chloride, m addition, these 
particles are substantially non-planar in shape, and they 
5 have substantially rounded edges. The invention also 
features inks and electrodes (for example, reference 
electrodes) consisting essentially of such silver 
chloride particles, as well as compositions of matter 
consisting essentially of these particles in which the 
10 particles are substantially uniform in size. Unlike 
precipitation methods, in which particle size is 
determined by reaction conditions, the size of the 
particles of the present invention is predetermined by 
the size of the initial particulate starting material. 
15 In preferred embodiments of the above aspects the 

silver chloride covers part or all of the surface of 'the 
particle, the silver chloride particle is spherical, and 
the silver chloride particles are of small size (for 
example, less than 50 M m or even less than 40 pm in 
20 diameter) , and are preferably capable of passing through 
a 400 mesh sieve screen. The opening xn the screen is 
nominally 37 m , such that the particle size range 
includes all particles with diameters less than 37 „ m 
This means that the particles may range in size from 
25 approximately 0.001 „m to approximately 37 „ m (for 

example, between 1-10 „m) . However, the mean particle 
size of the particles, within the fraction passing 
through a 400 mesh screen, will be near that of the 
particle size range of the initial silver particle from 
30 which the silver chloride particle is produced. 

Particles according to the invention exhibit 
increased electroreactivity and decreased light 
sensitivity relative to precipitated silver chloride 
When used in an ink formulation (for example, for 
35 electrode production) , the silver chloride particle 
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concentration is preferably between 5-40%, and more 
preferably approximately 20%, of the final ink 
formulation. 

The invention also features a method of making 
5 particles that include non-silver chloride cores (for 
example, silver, nickel, or organic plastic cores) having 
silver chloride substantially about the external surfaces 
thereof. This method involves heterogeneous oxidation of 
all or a part of the outer, silver portion of a silver or 

10 silver-coated particulate starting material (for example, 
a silver-coated metal such as silver-coated nickel) by 
treatment with a chloride- containing oxidizing compound, 
such as aqueous sodium hypochlorite. Other suitable 
oxidizing agents include, without limitation, aqueous 

15 solutions of chromium trioxide and chloride ion, 

chloramine T, or pyridinium chlorochromate . Preferably, 
the silver or silver-coated particle being oxidized is 
between 1-10 fxm (and, more preferably, between 1-7 pm) in 
diameter, and is spherical in shape. In addition, the 

2 0 sodium hypochlorite is preferably used at a concentration 

of approximately 5-20% (more preferably, 10%) in water. 

The silver or silver-coated particle starting 
material may be in the form of a dry or wet powder. 
Particularly if a wet powder is used, the method 
25 preferably also includes treating the silver chloride 
product of the oxidation step with silica (for example, 
fumed silica used at a concentration of approximately 4%) 
to improve handling and mixing characteristics. The 
silica coats the particles and aids in preventing 

3 0 aggregation, thus helping to preserve the individuality 

of the particles. The silica is preferably of a size 
equal to or lees than the diameter of the particulate 
starting material, and is preferably less than 37 /im and, 
more preferably, less than approximately 1.0 /im in 
35 diameter. A preferred silica is Cabosil, but other fumed 



WO 98/03431 



PCT/US97/12371 



silicas or silica gels or molecular sieves may be 
utilized. The oxidizing step may also be carried out, if 
desired, in the presence of a surfactant. 

In a final aspect, the invention features a silver 
5 chloride particle produced by the above method of 

oxidizing all or part of the outer, silver portion of a 
silver particle or silver-coated particle by treatment 
with a chloride-containing oxidizing compound, preferably 
sodium hypochlorite. 
10 As used herein, by the term "spherical" is meant 

roughly globe -like in shape. 

By the term "substantially about the external 
surface (s) thereof" is meant that at least 50%, 
preferably at least 60%, and more preferably at least 75% 
15 of a particle core is covered with silver chloride. 

By the term "substantially uniform" is meant that 
at least 50%, preferably at least 75%, and more 
preferably at least 80-95% of the particles in the 
composition of matter are of a size ranging from 

2 0 approximately 1-37 /im, and preferably 7-10 jim in 

diameter . 

By the term u pseudo-ref erence electrode" is meant 
an electrode which carries a current and serves as a 
combined counter and reference electrode. The pseudo- 
25 reference electrode replaces two of the electrodes of a 
typical three electrode cell. Thus, a three electrode 
cell is reduced to two electrodes while maintaining the 
advantages of a three electrode system. This greatly 
simplifies the manufacture of high volume, disposable 

3 0 biosensors. 

By the term "electroreactivity" is meant the 
ability of an electrode to hold a substantially constant 
reducing voltage. As used herein, the term encompasses, 
without limitation, the ability of a pseudo-reference 
3 5 electrode to hold a constant reducing voltage between 200 
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and 800 mv vs. NHE, at current loads ranging from 
approximately 1 /iA to 200 /iA. 

By the term "precipitated silver chloride" is 
meant the silver chloride material obtained upon 
5 precipitation of an appropriate silver ion- containing 
compound (for example, silver nitrate) by reaction with 
an appropriate chloride ion containing solution (for 
example, hydrochloric acid or an aqueous solution of a 
halide salt, such as sodium chloride or potassium 

10 chloride) . "Precipitated silver chloride" contains no 
free silver metal, has planar surfaces, and may be 
non-uniform in size. 

By a "chloride- containing oxidizing compound" is 
meant a composition that includes chlorine as part, but 

15 not all, of its elemental make-up. This term 
specifically excludes chlorine gas: 

The silver chloride particles described herein 
exhibit unique properties in comparison with common forms 
of precipitated silver chloride. First, the particles of 

20 the invention are of substantially uniform size and 

geometry. In addition, they exhibit an unusually large 
surface area, essentially lacking the planar surfaces 
characteristic of the precipitated material. These 
properties result in an entirely novel and useful 

25 material exhibiting improved electrical properties and 
greatly reduced light sensitivity in comparison with 
traditional silver chloride precipitates. Accordingly, 
the particles of the invention may be utilized for any 
purpose for which silver chloride is currently utilized, 

30 and are of particular use in the production of improved 
"reference electrodes. 

Other features and advantages of the invention 
will be apparent from the description of the preferred- 
embodiments thereof, and from the claims. 
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Brief Deacrir>tinn Q f t hr> nrawinq s 
Fig. l is a photograph of a dry silver powder 
starting material, as visualized by Scanning Electron 
Microscopy (SEM) . 

5 Fi 9- 2 is a photograph of silver chloride 

particles produced from the hypochlorite oxidation of 
silver powder, as visualized by SEM. As shown, these 
silver chloride particles generally range from 2-15 pm in 
diameter. 

10 Fig. 3 is a photograph of silver chloride 

particles produced from the hypochlorite oxidation of 
silver powder, as visualized by SEM at a higher 
magnification. 

Fig. 4 is a photograph of precipitated silver 

15 chloride particles, also as visualized by SEM. As shown, 
precipitated silver chloride particles are quite 
non-uniform in size and generally range from 5-100 M m in 
diameter. 

Fig. 5 is a schematic representation of a 
20 preferred silver chloride particle, indicating the 

quantity and location of the silver and silver chloride 
components . 

Fig. 6 is an alternative schematic representation 
of a silver chloride particle, indicating the relative 
25 quantity and location of silver, silver (I) oxide, and 
silver chloride components. 

Fig. 7 is a flow diagram of a large scale 
production method for silver chloride particles. 

Fig. 8 is a photograph of a silver-coated nickel 
30 starting material, as visualized by SEM. 

Fig. 9 is an SEM of silver chloride particles 
produced from the hypochlorite oxidation of silver-coated 
nickel spheres. 
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Fig. 10 is a higher magnification SEM of silver 
chloride particles produced from the hypochlorite 
oxidation of silver-coated nickel spheres. 

Fig. 11 is a yet higher magnification SEM of the 
5 silver chloride particles of Fig. 10. The darker 
underlying material is most likely nickel. 

Fig. 12 is a schematic representation of a silver 
chloride particle, indicating the quantity and location 
of the nickel and silver chloride components. 
10 Fi 9- 13 is a schematic representation of a silver 

chloride particle reference electrode. 

Fig. 14 is a schematic representation of a 
commercial embodiment of an electrode sensor strip that 
includes a silver chloride particle reference electrode. 
15 Fig. 15 is a schematic representation of an 

experimental set-up for the chronopotentiometric analysis 
of pseudo- reference electrodes. 

Fig. 16 is a graph illustrating the 
chronopotentiometric behavior of a printed reference 
20 electrode containing silver chloride particles at a 
concentration of 20% of the printing ink formulation. 
The results shown represent triplicate runs. 

Fig. 17 is a graph illustrating the 
chronopotentiometric behavior of a printed reference 

2 5 electrode containing silver chloride particles at a 

concentration of 10% of the printing ink formulation. 
The results shown represent triplicate runs. 

Fig. 18 is a graph illustrating the 
chronopotentiometric behavior of a printed reference 

3 0 electrode containing silver chloride particles at a 

concentration of 5% of the printing ink formulation. The 
results shown represent triplicate runs. 

Fig. 19 is a graph illustrating the 
chronopotentiometric behavior of precipitated silver 
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chloride at a concentration of 10% and over the course of 
three -100 scans. 

Fig. 20 is a graph illustrating the 
chronopotentiometric behavior of silver chloride 
5 particles at a concentration of 10% and over the course 
of three -100 /iA scans. 

Fig. 21 is a graph illustrating the 
chronopotentiometric behavior of precipitated silver 
chloride before light exposure. 
10 Fig. 22 is a graph illustrating the 

chronopotentiometric behavior of precipitated silver 
chloride after UV light exposure. The results shown 
represent triplicate runs. 

Fig. 23 is a graph illustrating the 
15 chronopotentiometric behavior of silver chloride 
particles before light exposure. 

Fig. 24 is a graph illustrating the 
chronopotentiometric behavior of silver chloride 
particles following UV light exposure. 
20 Fig. 25 is a graph illustrating the 

chronopotentiometric behavior of silver chloride 
particles produced from silver-coated nickel before light 
exposure . 

Fig. 26 is a graph illustrating the 
2 5 chronopotentiometric behavior of silver chloride 

particles produced from silver-coated nickel following UV 
light exposure. 

Descriptio n of the Preferred Embodiments 
To overcome the problems of non-reproducible 
30 particle si2e and limited surface area previously 

associated with precipitated silver chloride particles, a 
novel production method involving oxidation of 
substantially uniform silver or silver-coated particles, 
preferably with aqueous sodium hypochlorite, has been 
35 developed and is described below. This method results in 
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the synthesis of similarly novel silver chloride 
particles, each consisting of a non-silver chloride core 
(for example, a metal core) essentially surrounded by a 
layer of silver chloride. In the particles so produced, 
5 both the original geometry and large surface area of the 
particulate starting material are substantially 
maintained, resulting in the production of particles 
which are relatively uniform in size and which 
substantially lack planar surfaces and sharp edges. 

10 EXAMPLE 1 

Preparation and A nalysis of Silver Chloride PartirlPR 
Using A Dry Silver Powder Starting Material 
To produce one type of silver chloride particle 
according to the invention, dry silver powder was used as 

15 the starting material. This powder contained particles 
with a size range of 1-3 (im and a surface area of 0.5-1.0 
m 2 /g. As visualized by scanning electron microscopy, an 
exemplary sample of dry silver powder starting material 
is shown in Figure 1 . 

20 In one preferred method of silver chloride 

particle production, 108g (1 mole) of silver powder (cat 
# 114 05) obtained from the Aesar Division of 
Johnson-Matthey Corp. (Ward Hill, MA) was slurried in a 2 
liter beaker with 1 liter of deionized water containing 

25 approximately 0.1% of a surfactant such as FC-170C or FC 
430 (3M, St. Paul, MN) . With stirring, at a temperature 
of 25°C, this silver slurry was added, at a rate of 
approximately 200 mL/minute, to a vigorously stirred 
solution of 750 mL of 10% sodium hypochlorite solution 

30 dissolved in 500 mL of deionized water containing 0.1% 
surfactant. The concentration of hypohalite in the 
initial reaction mixture was about 6%. By the resulting 
reaction, the surface silver metal was converted to 
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silver chloride according to the following reaction 
scheme : 



Ag° + -oci -0.5 Ag 2 0 + CI" + e 
(1) 

5 0.5 Ag,0 + CI" -» AgCl + 0.5 0,t 



(2) 



Ag<> + OCI - AgCl + 0.5 0,t + e (overall reaction) 

10 The presence of surfactant facilitated uniform wetting of 
the salver particles and discouraged formation of silver 
chloride aggregates. 

Following stirring of the mixture for 1 hour at 
room temperature, the product was collected by vacuum 
15 filtration and thoroughly washed, first with deionized 
water and then with a final wash of isopropyl alcohol 
The material was then dried for 2 hours in a vacuum oven 
(30« Hg, 1 torr) at 60'C. From 108g of silver powder 
approximately l20g of a chocolate brown, free flowing' 
20 powder was obtained. The results of 10 pilot runs are 
summarized below in Table 1. These data indicate that, on 
average, >90% of the silver chloride particles passed 
through a 4 00 mesh, stainless steel screen. 
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To further analyze the silver chloride product 
the particulate Serial produced above was su bj ected 'to 
the standard techniques of scanning electron microscopy 
proton induced x-ray emission (PIXE, , and electrochemical 
analysxs (chronopotentiometry) . As shown in Figures 2 
and 3 the SEM revealed relatively uniform particles i„ 
comparison, an SEM of a commercial source (Q Frederick 
Smith, cat # 703) of silver chloride, produced by 
precipitation from silver nitrate, exhibited an 
irregular, planar structure with sharp edges, and wide 
particle size differences (Figure 4). 

The elemental make-up of the brown powder product 
was then determined by PIXE analysis. The results of 
this analysis are summarized in Table 2. 
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the silver chloride layer. Although little or no oxygen 
was detected by PIXE analysis, this result is not 
necessarily determinative of oxygen content because the 
PIXE technique is not sensitive to elements of molecular 
weights below 22. 

The elemental analysis data is most consistent 
with a silver metal core surrounded by a layer of silver 
chloride, as shown in Figure 5; however, visual as well 
as electrochemical data suggests a Ag°/A gj 0/AgCl structure 
as depicted in Figure 6. The electrochemical data 
suggest that, in general, a structure consisting of 
discrete layers of metal/metal oxide/metal halide may be 
produced by this method. Without being bound to a 
particular theory, equations 1 and 2 above suggest that 
there may be rapid formation of Ag 3 0, from the hypohalite 
oxidation of silver metal. The Ag ? 0 then reacts with 
liberated chloride ion, in a rate determining step, to 
produce a layer of silver chloride. Once the silver 
chloride layer reaches a certain thickness, chloride ion 
can no longer diffuse into the oxide layer, therefore 
some Ag,0 remains trapped beneath a layer of silver 
chloride and produces the brown coloration. 

The above observation was confirmed when solid 
silver (1) oxide was added to a small dish (polystyrene 
weigh boat) of water, followed by the slow addition of a 
saturated solution of potassium chloride. As the 
chloride solution began to diffuse over the surface of 
the silver (I) oxide, the surface turned brown. 

EXAMPLE 2 

Preparation of Silver Chloride Partial p.q 
Using A Wet Silv er Powder Starting Material 
In an alternative silver chloride particle 
production technique, 6.5 kg of wet (20% water) silver 
powder (5.2 kg dry weight) was obtained from 
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Johnson-Matthey, Orchard Rd., Royston, Herts., UK This 
powder also had a particle size range of 1-3 „ ra and was 
designated cap 9, batch 085018. Using the procedure 
described above, this silver powder was converted to 6 2 
s kg of brown, silver chloride particles representing a 90% 
yield. 

Following drying, this product failed to readily 
pass through even a 100 mesh screen. The reason for this 
was not entirely clear; however, it likely resulted from 
0 the very small particle size of the wet silver powder as 
compared to the dry silver powder. The resulting silver 
chloride also consisted of very small particles that 
tended to form larger aggregates upon sieving. 

To alleviate this problem, 1-4% by weight of fumed 
■ silica (Aldrich #35,126-8; 0.007 m , Aldrich, Milwaukee 
WI) was blended with the dried silver chloride particles 
in a high speed mill (Tekmar, Scientific Products, McGaw 
Park, IL) . When this material was sieved, 90% of the 
powder passed through a 4 00 mesh screen, m a less 
preferable alternative technique, the silver chloride 
product may be subjected to mechanical blending or ball 
milling in the absence or presence of fumed silica. 

Although the quoted particle sizes for the dry and 
wet silver powders used herein are the same, small 
particles, such as these, are usually measured as 
suspensions in water. Specifications are set on wet 
particle size. In contrast, if the particles are dried 
they tend to form aggregates and, when rewetted, the mean 
particle size may be different. This may account for the 
difference observed above in the sieving behavior of the 
dry versus the wet materials. 
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EXAMPLE 3 

Flow Diagram for t he Large Scale Production of 
Silver Chloride ParHrTps 
A flow diagram for a contemplated large scale 

s production of silver chloride particles is depicted in 
Figure 7. As shown, a hypochlorite solution having an 
average chlorine content of 15% is first combined with 
water to produce a solution of 10% sodium hypochlorite in 
a 100 liter vacuum transfer flask. In a separate vessel, 

o dry or wet silver powder is added with constant stirring 
to water and approximately 0.1% surfactant (for example, 
FC-170C or FC 430) . This silver slurry is then pumped 
into a 200 liter Pfaudler vessel and added, with vigorous 
stirring, to the 10% sodium hypochlorite solution 

s described above as well as surfactant (at a final 
concentration of 0.1%). The silver chloride particle 
product is then washed with water, and the product dried. 

EXAMPLE 4 

Prepar ation of Silver Chloride Particles Using A 
Silver-Coated N ickel Starting Material 
To a vigorously stirred solution of 100 mL of 10% 
NaOCl dissolved in 500 mL deionized water (with a 
hypochlorite concentration in the reaction mixture of 2%) 
was added lOOg of silver-coated nickel spheres (0.139 
moles Ag per lOOg, 325 mesh, cat » 13793, Johnson 
Matthey, 30 Bond St., Ward Hill, MA 01835). The powder 
was sprinkled into the reaction mixture over a period of 
10-15 minutes. The mixture was then stirred for 2 hours 
at 25°C, and the product was collected by vacuum 
filtration, washed thoroughly with water, and finally 
washed with isopropyl alcohol. The filter cake was 
sucked dry and further dried for two hours at 60°C in a 
vacuum oven (1 torr) . 
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From lOOg of silver-coated nickel spheres was 
obtained 103g (98% based on a conversion of 100% to AgCl) 
of a dark gray, free flowing powder which did not require 
sieving or treatment with fumed silica. 
5 In Figures 9-11 are shown SEMs of the silver 

chloride particles obtained by the above hypochlorite 
oxidation procedure. PIXE analysis indicated that all of 
the silver was converted to silver chloride. As depicted 
in Figure 12, the resulting spherical particles consisted 
10 of 80% Ni, by weight, and 20% AgCl . 

EXAMPLE 5 

Ink Preparation an d Construction of a Commercial 
Glucose Biosensor 
To produce a silver/silver chloride ink suitable 
15 for screen printing a reference electrode, the silver 
chloride particles produced in Example 1 were added (20% 
by weight) to a commercially available silver ink (Agmet, 
ESL Laboratories, King of Prussia, PA) . Due to the 
fineness of these particles, 40% loading in the silver 
20 ink produced a very thick, unprintable ink. At 20% 

loading, the ink was printable and exhibited performance 
levels equivalent to a 40% loading of precipitated silver 
chloride. To test the electroreactive properties of this 
ink as a reference electrode, carbon electrodes were 
25 printed on either side of the silver/silver chloride 

reference electrode, and a dielectric was printed around 
the perimeter of the electrodes to define a reproducible 
area for electrochemical studies. 

This set-up is illustrated in Figure 13 (top view) 
30 and Figure 14 (exploded view) , and constitutes a 

commercial embodiment of the reference electrode in a 
glucose biosensor. In this exemplary electrode sensor 
strip, the electrode support 1, typically an elongated 
strip of plastic material, e.g.. PVC, polycarbonate, or 
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polyester, supports three printed tracks of electrically 
conducting carbon ink 2. These printed tracks define the 
positions 4 of the reference or counter electrode. 5 and 
5a of the working and dummy electrodes, and of the 
s electrical contacts 3 that are inserted into an 
appropriate measurement device (not shown) . 

The elongated portions of the conductive tracks 
are each overlaid with a silver/silver chloride particle 
track 6a, 6b (with the enlarged exposed area overlying 4 
> forming the reference electrode), and 6c, and further 
overlaid with a layer of hydrophobic electrically 
insulating material 7 that leaves exposed only the 
positions of the reference/counter electrode, the working 
and the dummy electrodes, and the contact areas This 
hydrophobic insulating material serves to prevent short 
circuits and to physically define the working/ reference 
electrode area. Because this insulating material is 
hydrophobic, it also serves to confine the sample to the 
exposed electrodes. A preferred insulating material is 
available under the tradename POLYPLAST from Sericol 
Ltd., Broadstairs, Kent, UK. 

The electrodes 8, 8a, formed of a mixture of an 
enzyme, a mediator, and a conductive material (the 
working electrode 8) and a mixture of a mediator and a 
conductive material without enzyme (the dummy electrode 
8a), are applied to the positions 5. 5a of carbon tracks 
2, usually by printing, as discrete areas of fixed 
length; Alternatively, electrode 8, instead of an 
enzyme, can contain a substrate catalytically reactive 
with an enzyme to be detected. The conductive material 
ma preferred embodiment comprises particulate carbon 
having adsorbed thereon the mediator. For printing, a 
printing ink is formed as an aqueous solution of the 
conductor and adsorbed mediator, which, for the working 
electrode, also includes the enzyme or, in an alternative 
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embedment, a substrate. When the analyte to be tested 
is glucose in blood, preferably the enzyme is glucose 
oxidase and the mediator is a ferrocene derivative 

The reference electrode 6b is situated relative to 
s the workxng and dummy electrodes 8, 8a such that it is in 
a non-ideal position for efficient electrochemical 
function, i.e., the electrodes are arranged not to 
minimize the effort ^ 

, hp „ ° f the ""Stance of the solution on 

the overall resistance of the circus *o < 
_ i . , ne Clrc "it as as conventional 

o but so that solution resistance is maximized to the 

extent possible while still being able to generate a 

current response with the measurement device used To 

ZlT T Utl ° n reSiStanCe < the electrode is 

spaced as far as possible from the wor kl „ g elec trode 
. within the constraints of the maximum solution resistance 
which will still anow a currenc rfesponse ^ ^ ^ 

while minimizing the sample volume that must be used (the 
electrodes cannot be spaced so far apart that they cannot 
both be covered by the sample, . Conversely, ideally the 
ample path length will be kept as short as possible, so 
that the sample volume required is minimized, but its 
maximum length can be as great as the length of the strip 
that can accommodate it, limited, however, by the 
resulting increase in solution resistance, to a distance 
which allows the current response to be generated. The 
solution resistance is also influenced by the length of 
the edge to edge cross-sectional area between the 
reference electrode and the working and dummy electrodes 
Minimizing this length, by positioning the reference 
electrode downstream of the working electrode rather than 
positioning the electrodes contiguously, as is 
conventional, increases the solution resistance 
Positioning the electrodes in this matter has the further 
benefit of preventing completion of a circuit (and thus 
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detection of a response) before the working electrode has 
been completely covered by sample. 

The electrode area is then overlaid by a fine 
grade surfactant coated mesh 9 which serves to protect 
the printed components from physical damage and helps the 
sample to wet the reference and working electrodes by 
reducing the surface tension of the sample and therefore 
allowing it to spread evenly over the electrodes. In a 
preferred embodiment this mesh layer extends over the 
whole length of the sample path, between and including 
the application point and the electrode area. Preferably 
this mesh will be constructed of finely woven nylon 
strands, but any woven or non-woven material may be used 
provided it does not occlude the surface of the electrode 
such that normal diffusional processes are obstructed. 
The thickness of the mesh is selected so that the maximum 
sample depth provided by this mesh is sufficiently small 
to produce a high solution resistance. Generally, it is 
preferred that the fabric be not more than 70 /im in 
thickness. Preferably the mesh has a percent open area 
of from about 4 0 to 4 5%, a mesh count of about 95 to 115 
per cm, a fiber diameter of from about 20 to 40 /im, and a 
thickness of from about 40 to 60 /im. A particularly 
preferred mesh is NY64 HC mesh, available from Sefar 
(formerly ZBF) , CH-8803 , Ruschlikon, Switzerland. 

It is only necessary that the mesh be surfactant 
coated if the mesh material itself is hydrophobic in 
nature (for example, nylon or polyester) ; if a 
hydrophilic mesh were used,, the surfactant coating could 
be omitted. Any suitable surfactant may be used to coat 
the mesh so long as it allows adequate even spreading of 
the sample. A preferred surfactant is FC 170C FLUORAD 
fluorochemical surfactant, available from 3M, St. Paul, 
Minnesota, which is a solution of a f luoroaliphatic 
oxyethylene adduct , lower polyethylene glycols, 1,4- 
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dioxane, and water. A nrof ft ^ 

preferred surfactant loadina for 

ZllnT'T* 13 £r ° m ab ° Ut 15 " 20 « mesh. The 

preferred surfactant loading My vafy . 

type of mesh and surfactant used and the J 
s na lyie d but can be determined » <° * 

_ _ -| "a&l mesn. This second mesh 

.. ayer controls the influx of C he sample aa it craved 
from the application point toward C he 

the a" 9 ; tC r "~ by « 1-c. into which 

the displaced air „i thin the sample tran rt 

-ve as the sample moves preferentially along the lower 
fine gr ,de mesh layer , and partially in mesh layer 10 
The spacing of the larger fibers of th e secondary le h' 
layer, perpendicular to the direction of flow of the 
sample, further helps to control the flow of the ale 
b presenting repeated physical barriers to the ™ t 
of the sample as it travels through the transfer path 

saLe PatCer " ° f " eSh £ibe - ~ that the 

suff den?": 368 ^ th " «P1« ««b 

able T " 9enerate " aCCU "" •» 

It is preferred that mesh 10 be of a woven 
construction, so that it presents a regular repeating 

"»«h. with larger diameter mesh fibers and larger 
apertures between them. The larger mesh preferably has a 

rcfiTt fr ° m " 1000 " lth ' 
from 100 to 150 „m being most preferred. A preferred 

» — has a percent open area of about so to S5 S a mesh 
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count of from about 4 5 to 55 per cm, and a fiber diameter 
of from about 55 to 65 /xm. A preferred mesh is NY151 HC 
mesh, also available from Sefar, CH-8803, Rushchlikon, 
Switzerland. 

Mesh 10 is also provided with a coating of a 
suitable surfactant (unless the mesh itself is 
hydrophilic) , preferably the same surfactant as that on 
the first mesh layer. The loading of surfactant is lower 
on mesh 10 than on mesh 9, providing a further barrier to 
movement of sample past the transverse fibers of mesh 10. 
In general, a loading of 1-10 fig/mg of mesh is preferred. 

The mesh layers 9 and 10 are held in place by a 
layer of hydrophobic electrically insulating ink 11. 
This layer is preferably applied by. screen printing the 
ink over a portion of the peripheries of the meshes which 
surround and define a suitable sample transfer path 12 
for the sample to travel from the application point at 
the furthest end of the strip towards the working and 
reference electrodes, the ink impregnating the mesh 
outside of path 12. The insulating material thus defines 
sample transfer path 12 by not allowing sample to 
infiltrate the area of mesh covered by the layers of 
insulating material, the insulating material impregnating 
the mesh outside of path 12. A preferred insulating ink 
for impregnating the mesh layers is available from 
Sericol, Ltd., Broadstairs, Kent, UK, under the tradename 
SERICARD. 

Finally, the upper part of the electrode is 
enclosed by a liquid/vapor impermeable cover membrane 13 
(typically a flexible tape made of polyester or similar 
material) which includes a small aperture 14 to allow 
access of the applied sample to the underlying surfactant 
coated mesh layers. This impermeable membrane serves 
to enclose the exposed working and reference electrodes 
and thus maintain the available sample space over the 
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"P to the depth of * Sa "*> le thickness 

■ -u„a be adeguace p in h s e ;: c r sh fl iai " rs h - — 

as a point of access Qr *™i ■ P re can be used 

to be measured. °" ** 

mis aperture can be of 

size large enough to allow sufficient 1 

Pass thr0 ug h to the mesh la yer s ^sh ^ SamPle ^ 
-ree as to expose an y of tL ^ g f " ™ * " 
area. The aperture is formed in the ^" ^ el ««"*e 
is suitable method, e q di( . n P layer b ^ ™Y 

^fixed to the tr : p 9 -; io d ;; PUnChlnS " ** t.p. layer is 

including the workiL/rlf ^ " " 0t 

a une working/reference electrodes t-ho 
transfer path or application area usCo, 
".ethod of adhesion. Preferablv th 
- -ting the underside of " l^e s\ """r * 

^ »»ich is then helr^d 7to t 1 h V* W °' 

surface. The hot »,« 9lue layer 

coating weight between :o-50 o/rf J" 1 " 11 *" of « 
30 Pressure sensitives o7 t^ " " " 

» -thods of adhesion „a y also I U3ed e, " 1Valent 
The upper surface of the t an - i 
—full, provided with a layer of sil i "* 
hydrophobic coating which helps o ""the" T' 
sample onto the portion „, appl le d 
30 at the — meS h 

small volumes of sa mp l e much ^ of 

Accordingly, in use, a sensor strip of the 
invention is connected = i 

' 13 elec trode contacts 2 
measuring device (not shown) rh.n a 

- «- ~ a„d _s:L 9 r sxr^r;! 
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12, its progress being sufficiently impeded by mesh layer 
10 to allow the sample to form a uniform front rather 
than. flowing non-uniformly . Air is displaced thorough 
the upper portion of mesh layer 10 to and through 
. aperture 14. The sample first covers working electrode 5 
in its entirety, and only then approaches and covers 
reference electrode 4, completing the circuit and causing 
a response to be detected by the measuring device. 

EXAMPLE 6 
Chronop otentiometric Analyses 
Chronopotentiometric studies were carried out 
using silver chloride particle-containing biosensors as 
in Figures 13 and 14. A constant reducing current was 
applied to the reference electrode using a three 
electrode cell (EG&G Instruments Corp., Model 263A, 
Princeton, NJ) , and the change in potential with time, 
due to reduction of silver ion, was followed, a typical 
experimental set-up for chronopotentiometry is shown in 
Figure 15. Figures 16-18 show chronopotentiograms taken 
at -100 fiA for 20%, io%, and 5% silver chloride particle 
loadings, respectively. At concentrations of 10% or 
greater, there was enough silver chloride to readily 
carry a 100 jiA load at constant voltage. 

In Figures 19 and 20 are shown a second set of 
chronopotentiograms for reference electrodes containing 
either a 10% loading of precipitated silver chloride 
(Figure 19) or a 10% loading of silver chloride particles 
according to the invention (Figure 20) . Each reference 
electrode was subjected to three scans at -100 fih for 30 
seconds. As shown, after these three scans, the 
precipitated silver chloride (Figure 19) showed a -1200 
mv shift, indicating that all available silver chloride 
was reduced to silver metal. In contrast, even after the 
third scan, the reference electrode prepared from the 
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sxlver chloride particles (Figure 20, retained a 
substantial quantity of electroreactive silver chloride 

Without being bound to a particular theory, it is 
likely that the reason for this difference in 
s electroreactivity is due to the snail, relatively uniform 
particle si 2 e and large surface area of the silver 
ch oride particles. la general, the amount of silver 
chlor.de available for reduction in such a system is a 
unction of silver chloride surface area, which in turn 
o is dependent on the loading and the Mrtirl . 

Accordingly, the smaller p articles *~***Y- 
, , ^ LiCies ot the invention 

Ukely yxeld higher concentrations of electroreactive 
silver chloride than larger, planar particles 
P-xp-ted silver chloride), and this may account for 
the difference 1B electroreactivity observed above. 

EXAMPT.PT 7 
Analysis of Ph ot orhemir a1 asUvjtv . 
A well known property of traditional silver/silver 
chloride reference electrodes is their 

T . . c& 1S c neir light sensitivity. 

Light may reduce the silver ion in silver chloride to 
produce silver metal or may oxidi^A ^ ,„ , 
oxide an n u oxidize it to produce silver 

dfi ; a f th6Se Chan9es ln morphology can drastically 
affect the potential of a reference electrode 

To test the light sensitivity of the reference ■ 
electrodes described herein, inks containing either 
Precaoitated silver chloride or silver chloride particles 
Produced from silver or silver-coated nickel cores were 
expos ed 254 nm light for 2 minutes ^ exp - 

tTTT then SUbj6Cted t0 POtentiometry as 

described above, and the results are illustrated in 
Figures 21-26. 

As shown in Figures 21 and 22, the reference 
electrode containing precipitated silver chloride 
exhibited profound changes in response to l ight exposure 
(Fig. 22, m comparison with an unexposed electrode (Fig 
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21) . In particular, the chronopotentiometric peak 
transition time for the reduction of precipitated silver 
chloride was shifted approximately 22 seconds upon 
exposure to UV light. Unexpectedly, as shown in 

Figures 23 and 24 , the reference electrode containing 
silver chloride particles having silver cores showed only 
a minor light -induced shift, of about 3 seconds, in the 
chronopotentiometric transition time. 

Without being bound to a particular theory, it is 
likely that this difference in light sensitivity between 
the two silver chloride materials is due to a difference 
in particle geometry. Precipitated silver chloride 
consists of cubic, relatively planar crystals, and this 
type of geometry presents a large, flat surface 
perpendicular to incident light. In contrast, due to 
their small size and relatively ovoid or spherical 
geometry, the silver chloride particles of the invention 
present a relatively small surface area perpendicular to 
incident light. Because light exposure (in the presence 
of oxygen) causes the formation of silver ( I ) oxide on the 
surface of silver chloride according to the following 
reaction: 

2AgCl + 0.5 0 2 + hi/ -» Ag ? 0 + Cl ? t 
(5) 

the amount of Ag 3 0 formed, at a constant exposure time, is 
directly proportional to the magnitude of the planar 
surface area of silver chloride incident to the light. 
Silver (I) oxide has a thermodynamically defined 
electrode potential of: 

Ag 2 0 + H 2 0 + 2e -* 2Ag° + 2 "OH E°= 337.7 mv vs. NHE 

(6) 
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while silver chloride has en electrode potential defined 

AgCl + e -» Ag° + ci" RO _ -„ , 

{?) 11 " 2 22.3 mv vs. NHE 

s As can be seen, the reduction potential for 
sxlvermoxide is 114 . 4 ^ more positive ^ 

chlorxde, resulting in silver ( I ) oxide being more readily 
reduced than silver chloride. 

In the chronopotentiometric experiment described 

o above, therefore, photo-formed silver (!) oxide would be 
reduced prior to a transxtion to silver chloride 
reduction. And, since silver chloride is so light 
sensitive, virtually any exposure to light would result 
xn the formatxon of trace quantities of A g 2 o. boxing 

• agaxn to Fxgures 21 and 23, the sharp initial peak at 
txme o is due to the immediate reduction of trace 
quantities of A g j0 . As shown in Figures 22 and 24> 
laght exposure creates more Ag 2 o, thereby increasing thl 
reductxon time further and shifting the peak transition 
to even longer times. 

These same experxments were carried out wxth the 
silver chloride particles produced from silver-coated 

liont T PartiCleS Slmilarly Sh ° Wed ™Y 

ixght-xnduced shifts in chronopotentiometric transitxon 

FxWe lT< " Fi9Ure " (bSf0re li9ht «d 

Figure 26 (after UV light exposure) , the 

chronopotentiometric peak transition times were almost 

identical before and after UV treatment, without bexng 

bound to a particular theory, this result may be 

explained by the underlying nickel r»ri,,ri„„ 

. . _ y ,y niC Kei reducing or preventing 

the formation of Ag,0, perhaps by absorbing the UV 

radiation. 
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In sum, there exists a dramatic difference in 
light sensitivity between conventional precipitated 
silver chloride and the silver chloride particles of the 
invention, and this difference is vividly illustrated by 
5 the data presented in Figures 21-26 

EXAMPLE 8 

Use of Silver Chloride Particles in a Reference Electrode 

By definition, a classical reference electrode 
carries only very small currents. It is used as a 
well-defined reference potential against which other 
potentials are compared; for example, a conventional 
silver/silver chloride reference electrode does not 
require a large proportion of silver chloride to silver 
metal in order to function as a voltage reference. In 
fact, it is well understood that, if a classical 
reference electrode is polarized, its function may be 
severely impaired to the point where the reference 
potential is either unstable or ill-defined, rendering 
the electrode unusable. 

In a typical electrochemical cell, there are three 
electrodes: (1) working, (2) counter, and (3) reference. 
The electrode potential of the working electrode is kept 
at a constant value versus that of the reference 
electrode via a feedback loop of an operational 
amplifier. Classical reference electrodes are fairly 
large, expensive, and must be continually bathed in a 
salt solution such as saturated potassium chloride. The 
reference electrode contacts the solution surrounding the 
working and counter electrodes by means of a salt bridge, 
and the salt bridge allows for solution contact, but not 
the passage of ions or solution. Typical salt bridges 
are made from porous materials which tend to leak and 
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types of elec CTOh JI a r« £ °™< 

mo Moreover , _ lf - :i:: r ;rrr 

10 The silver chloride particles of .-ho 

invention are useful for th- ? Pr6Sent 

^cierence and counter elerr-rrv^r. 

throe electrode cell is th ! '"^ a " d the 

■> m particular a ! , " Erodes. 

utilized to produce I ell "oue H 1™""°" ~* 66 
maintain , constant else rod. ** 

_ ~. In addition!^™-:: ais ° — * 

desrrabl. " Chl ° ride ' ' " • "ighlv 

dss lrable Btetlll £or th . s applicat , on 

schematic illustration of an electr„rt. 
utilising a silver chloride parti L efel" 
is shown in Figures 13 and u. 

Other Ejnbadjjijgr^g 

Although preferred methods of silver C hin w 
particle production a ™ * .,_ chloride 

-se .thods jtlsltss r^rr °- 

exampie. any silver or silver . coated nickei 
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particle), regardless of particle diameter, although for 
use in electrode production, diameters of between 0.1-10 
fim are preferred, and diameters of between 1-3 fim are 
more highly preferred. Treatment of the final product 
s with between 1-5% fumed silica, although preferred, may 
be omitted. And, for use in ink formulations, any other 
appropriate silver screen printing ink may be 
substituted. 

Alternative silver powders may be obtained from 

0 any source including, but not limited to: Ames Goldsmith 
Corp., Glens Falls, NY; Aldrich Chemical Co., Milwaukee, 
HI.; Degussa Corp. Metals Group, Plainfield, NJ; Ostalski 
Labs, Inc., Patterson, NJ; Potters Industries, Inc., 
Parsippany, NJ; Reade Advanced Materials, Riverside, RI ; 

s and Handy & Harman, New York, NY. Suppliers of silver 
resins include, without limitation: Johnson Matthey, 
Royston, Herts, United Kingdom; Methode Development Co., 
Chicago, IL; Electro-Science Laboratories, Inc., King of 
Prussia, PA; Acheson Colloids Co., Port Huron, MI; Metech 

1 Inc., Elverson, PA; Ferro Corp., Santa Barbara, CA; 
Telegenix, Inc., Cherry Hill, NJ; Ercon, Waltham, MA; and 
DuPont Co., Wilmington, DE. Suppliers of silica products 
include Geltech, Inc., Gainesville, FL; Unimin Specialty 
Minerals, Elco, IL; Agsco Corp., Wheeling IL; and Degussa 
Corp., Dublin, OH. Suppliers for silver screen printing 
inks are Methode Development Co., Chicago, IL; Acheson 
Colloids Co., Port Huron, MI; Metech Inc., Elverson, PA; 
Telegenix, Inc., Cherry Hill, NJ; and Ercon, Waltham, MA. 

In addition to silver powders, any silver-coated 
core material may be used for silver chloride particle 
production. As described herein, silver-coated nickel 
represents an alternative,, preferred particulate starting 
material; however, other useful silver-coated metals 
include, without limitation, silver-coated zinc, copper. 
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in addxt.cn. silver-coated pl as tic particles „ or 
example. silver-coeted Teflon) mey also be uta 
the rnventron. silver =oati„ 3 £or any of these J/" 
. -terxals m.y be accomplished by standard techn lqU es of 
a iver deposition (for ex a mple. by electro-deposition 
electrons deposition, or high vacuum deposition, 

trear I" ^ ° Xidati ° n "«P described above 

treatment wrth chloride-containing oxidizing agents other 
. hen hypochlorite may also be utili2ed J J ^ 
useful agents for this purpose include pyridine 

85.731 9|. and chromium (VI) oxide (Aldrich 12.265-3) in 
combination with potassium or sodium chloride 

' r„,„- S " rfaCCantS ' ilthou Sn added to the oxidation 
re.ot.cn described herein, „ ay be omitted , Qr 

particular surfactant used above may be substituted with 
any egurvelent reagent including, without limitation, 
-ionic, or cationic surfactents av ai l a ble 
from Fluornd. Fluorcchemicel Surf a ct an ts. St. P au l . m . 
c ny, Fait£ield , CA; chemicais ^ • 

^ IT WUC ° COrP ' Y ° rt ' «< — "-I Corp 

Ambler PA; chemetrics. Xnc, Cslverton, VA; Aldrieh 

Mr weuxee, „, olin Corp., stemford CT; DuPont Co 
KUnungton DL; Dow chemic.l USA, Midland. MI; Rhone- 

Che U mL n a l S cT aC s r tS ' SPeCialti "' <*«*«*-. ». "-Santo 
Chemrcal Co.. St. Louis, MO; Rohm c H aas Co 

Phil a delphi a . PA; and sigme Chemicel Co.. St! Louis „o 

As noted shove, a ny of the silver chloride 
parties described herein may be used for sny ourpose 
for whtch silver chloride is trsditionally utilized Por 
exemple, the par ticles of the invention m ay be used in 
any type of electrode, including the novel re£ere „„ 
electrodes described above as wen a5 electrodes used 
for exsmple, in electrolytic cells. The silver chlor de 
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particles may also be used for other applications, for 
example, in silver chloride emulsions for photographic 
films and papers. 

Other embodiments are within the scope of the 

5 claims. 

What is claimed is: 



WO 98/03431 



POYUS97/12371 " 



34 - 
Claims 



nM „ 1 ' PartiGles comprising cores having silver 
chlor.de substantially about the external surfaces 

T -n siL. jz£.*zz ;:?:TJi:r rial 

substantially non-planar in shape and having ' 
substantially rounded edges. 

5. The particles of claim 2, said particles 
beang less than 40 m in diameter. 

6- The particles of claim r> ~ 
bei„ 3 sptericsT PartlCleS " Cla " ? ' 

2 5 

-re constUuTes T^" 1 " ^ « id 
particles eo« o£ each of said 
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10. The particles of claim 1, wherein said core 
material is an organic plastic material. 

11. The particles of claim 7, said particles 
being less than 50 /im in diameter. . 

5 12. The particles of claim 7, said particles 

being 1-10 /im in diameter. 

13. The particles of claim 1, said particles 
having increased electroreactivity relative to 
precipitated silver chloride. 



10 14. The particles of claim 1, said particles 

having decreased light sensitivity relative to 
precipitated silver chloride. 

15. An ink consisting essentially of particles 
which comprise cores having silver chloride substantially 
15 about the external surfaces thereof, each of said cores 
constituting at least 5%, by weight, of each of said 
particles and composed of a material other than silver 
chloride, said particles being substantially non-planar 
in shape and having substantially rounded edges. 

20 16. The ink of claim 15, wherein said core 

material is silver. 



17. The ink of claim 15, wherein said core 
material is nickel. 
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formulation. by wei 9 ht ' of said ink 



19. 



The ink of rlai™ ■> r- 

or claim 15, said particle 



5 concentration h» ■ ' Said P ar ticle 

entratxon beang approximately 20* h v • u 
mk formulation. ' y wei 9ht, of said 

20. An electrode consist ™ 
particle, comprise J™"" 1 " 9 ""-"ally of 

substantias -»ut «„. JHTL, '"^ 

» essentially of ** — 

r particles, each n*T-r-.,-o 
having si i ver chloride _. t * partlc ^ comprising a core 

surface th^, _ """^ "*>ut the 

external 

said particle and ! COnStitUtin 9 at least 5% of 

^ ucie a ^a composed of m^*- • 

silver ch>„ riie , said partfcL Z ^ 
>° Planar in shape and ^^ U ' non- 

- particles oei„ 3 ^™ ~ 
22. A method of making partial 

■ ■ « or tne ol^ « 
silver-coated particulate star, ° r 
- a ^-^'^-^ ~ 

23- The method of claim 22 wherein ■ , 
-folate startia, material ia spr^ "J^epe 
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24. The method of claim 22, wherein said 
particulate starting material comprises silver particles. 

25. ' The method of claim 22, wherein said 
particulate starting material comprises silver-coated 
metal particles. 

2fe. The method of claim 25, wherein said 
particulate starting material comprises silver-coated 
nickel particles. 

27. The method of claim 22, wherein said 
chloride- containing oxidizing compound is sodium 
hypochlorite. 

28. The method of claim 27, wherein said sodium 
hypochlorite is used at a concentration of 5-20% in 
water. 

29. The method of claim 27, wherein said sodium 
hypochlorite is used at a concentration of 10% in water. 

30. The method of claim 24, wherein said silver 
particles are between 1-7 /im in diameter. 

31. The method of claim 24, wherein said silver 
particles are in the form of a dry silver powder. 

32. The method of claim 24, wherein said silver 
particles are in the form of a wet silver powder and the 
method further comprises treating the product of said 
oxidation step with silica. 
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33 



The method of claim 32, wherein said silica 
is fumed silica used at a concentr a H n n ~* 
4% concentration of approximately 

34. The method of claim 22, wherein said 
oxidizing step is carried out in the presence of a 
surfactant. 

35. A particle comprising a core having silver 
chlonde substantially about the external surface thereof 
Produced by the method of oxidi Z i ng all or a part f " e 
outer, silver portion of a silver or silver-coated 
Particulate starting material by treatment with a 
chloride-containing oxidizing compound. 
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